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BRITTLE METALS.

Book I.
Division I.

Xead,
Sickel,

Antimony*

Bismuth.

8- Lead and arsenic may be combined by fusion* The
alloy is brittle, dark-coloured, a:id composed of plates*
Lead takes up -*-th of its weight of arsenic*.

9.  Nickel combines readily with arsenic, and indeed
is seldom found without being more or less contamina-
ted by that metaL    The compound has a shade of red?
considerable hardness, and a specific gravity consider-
ably under the mean.    It is not magnetic.    Arsenic
possesses the curious property of destroying the mag-
netic virtue of iron, and all other metals susceptible of
that virtue.

10.  Zinc may be combined with arsenic by distilling
a mixture of it and of white oxide of arsenic t*    This"
alloy, according to Bergman, is composed of four parts
of zinc and one of arsenic*

11.  Antimony forms with arsenic an alloy which is
very brittle, very hard, and very fusible ; and compo-
sed, according to Bergman, of seven parts of antimony
and one part of arsenic,,-

12.  Bismuth may be combined with about -fth of its
weight of .arsenic t ;   but the properties of this alloy
have not been examined.
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